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(54) Water-decomposable cleaning article and manufacturing method therefor 



(57) There is disclosed a cleaning article including a . 
water-decomposable non-woven fabric containing water 
dtspersible fibers and a water soluble resin coated on 
one side or both sides of the water-decomposable non- 
woven fabric. The water soluble resin is contained more 
in a surface portion or surface portions of a fiber assem- 
bly than in a remaining portion or inner portion of the 
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fiber assembly. The water soluble resin thus contained 
can Increase only the surface strength of the non-woven 
fabric sufficiently without deteriorating the softness of 
the entire article, so that dropping of fibers or breakage 
of surface upon wiping operation can be prevented. 
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Description 

{0001] The present invention concerns a cleaning article using a water-decomposable non-woven fabric which is 
dispersed easily by a water stream and, more in particular, it related to a cleaning article of low density and having high 
5 surface strength. 

[0002] Cleaning articles formed with water-decomposable non-woven fabrics are used for the cleaning operation of 
wiping human skins such as on hips or for cleaning toilets and thereabouts. The cleaning articles can be directly flushed 
away In toilets after use. 

[0003] Japanese Patent Laid-open No. 229295/1 990 discloses a water-decomposable non-woven fabric used for 
10 cleaning articles of mis kind In which a non-woven fabric formed of water disperslble fibers contains carboxy methyl cel- 
lulose (CMC) as a water soluble binder and also contains a polyvalent metal salt for preventing dissolution of the water 
soluble binder in a wet state thereby Improving the wet strength. 

[0004] Further, Japanese Patent Laid-Open No. 22821 4/1997 discloses a product prepared by entangling under a 
water stream regenerated cellulose fibers having a fiber length of 4mm to 20 mm and pulp fibers by a water jetting treat- 
is ment, which intends to establish a balance between the strength and the water decomposablllty of the non-woven fabric 
by selecting the fiber length of the regenerated cellulose fibers. 

[0005] In Japanese Patent Laid-Open No! 229295/1 990 the water soluble binder Is Impregnated Into the entire non* 
woven fabric formed of the water disperslble fibers to Improve the strength of the non-woven fabric in the wet state. 
However, In the fabrics of this type, since the water soluble binder is Impregnated Into the non-woven fabric generally 
20 by using a spray, while the tensile strength of the entire non-woven fabric can be increased to some extent, the strength 
at the surface of the non-woven fabric can not be improved sufficiently. 

[0006] Accordingly, fluffing often occurs on the surface of the non-woven fabric during wiping of dirt, or the surface 
of the non-woven fabric Is often broken upon wiping of firmly deposited dirt 

[0007] Further, when the surface strength Is intended to be Improved by increasing the strength for the entire non- 
25 woven fabric, the amount of the binder to be Impregnated into the non-woven fabric has to be increased. However, when 
the water soluble binder is impregnated by spraying into the non-woven fabric, there Is a limit for the amount of the 
binder that can be Impregnated Into the non-woven fabric. Further, far impregnating a great amount of the water soluble 
binder Into the non-woven fabric and Improving the wet strength, it Is necessary to Incorporate a great amount of a 
metal salt in a wet state to bring about a problem in view of safety to human skins. 
so [0008] Then, In Japanese Patent Laid-Open No. 228214/1997) It is Intended to Improve the strength and make the 
water decomposablllty favorable by selecting the fiber length of the regenerated cellulose fibers. However, It is actually 
difficult to appropriately make a balance between the strength and the water decomposablllty. Moreover, since the 
entire strength is intended to be obtained merely by the entangled state of the fibers, the surface strength of the non- 
woven fabric is extremely low and the non-woven fabric Involves a problem that the fibers appearing on the surface drop 
35 off during wiping operation or the surface of the non-woven fabric is broken easily. 

[0009] The present invention intends to overcome the foregoing problems in the prior art and it Is an object thereof 
to provide a cleaning article by using a non-woven fabric of satisfactory water decomposability, in which the surface 
strength of the non-woven fabric is Increased thereby enabling to prevent fluffing on the surface and dropping of fibers 
upon wiping operation and, further, prevent breakage on the surface, as well as a manufacturing method thereof. 
40 [001 0] In accordance with the present invention , the foregoing object can be attained by a cleaning article compris- 
ing a water-decomposable non-woven fabric containing water disperslble fibers and a water soluble resin coated on at 
least one side of the water-decomposable non-woven fabric, in which the water soluble resin is contained more in a sur- 
face portion of a fiber assembly than in a remaining portion of the fiber assembly. 

[0011] Here, when the water soluble resin is coated on both sides of the non-woven fabric the remaining portion of 
45 the fiber assembly, as sandwiched between two surface portions, may be called Inner portion" or "intermediate por- 
tion". For convenience in illustrating the Invention, therefore, the term "inner portion" Is used hereinafter for describing 
the remaining portion, it being understood that the term "inner portion" never intends to limit the invention to the case 
where the water soluble resin is coated on both sides of the non-woven fabric. 

[0012] The cleaning article of the invention can be produced, for example, by coating the water soluble resin on one 
so side or both sides of the water-decomposable non-woven fabric in the state of a solution with a viscosity ranging from 
1 ,000 cos to 100,000 cps. 

[0013] In this case, the solution of the water soluble resin (for example, which is prepared by dissolving the water 
soluble resin in water or purified water) has such a high viscosity that it adheres mainly to the surface portion (surface 
layer), on one side or on each side of the non-woven fabric, without being Impregnated uniformly into the non-woven 
55 fabric Accordingly, In a state where the fiber web of the water decomposable non-woven fabric is dried, the amount of 
the wall soluble resin adhered (or deposited) to the fibers is greater in the surface portion (surface layer) of the non- 
woven fabric than in the inner portion thereof. 

[0014] Preferred range of the viscosity Is from 5,000 cps to 70.000 cps and, further preferably, from 1 0,000 cps to 
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70,000 CpS. 

[0013] When the viscosity of the solution of the water soluble resin is less than 1,000 cps, the solution Is impreg- 
nated almost uniformly into the non-woven fabric so that the water soluble resin can not be deposited sufficiently on the 
fibers of the surface layer. But too much addition of the water soluble resin is undesirable. In this case, therefore, it Is 
s difficult to Improve the surface strength of the norvwoven fabric to a desired degree. When the viscosity is from 1 ,000 
to less than 5,000 or 1 0,000 cps, the uniform impregnation of the solution can be prevented but It is still relatively difficult 
to permit only the surface layer to have a sufficient strength. 

[001 6] On the other hand, If the viscosity exceeds 100,000 cps, it is difficult to coat the solution uniformly on the 
surface of the non-woven fabric due to such a high viscosity. When it Is 70,000 cps or less, the solution can be coated 

io uniformly with no problem. 

[001 7] As described above, when the solution of the water soluble resin at a high viscosity is coated on the surface 
of the water-decomposable non-woven fabric and the amount of the water soluble resin in the surface layer is mote than 
that in the inner portion, only the surface strength of the cleaning article can be improved satisfactorily. This enables 
prevention of fluffing on the surface, dropping of fibers and breakage at the surface upon wiping, and It also enables 

is readily wiping of firmly deposited dirt 

[0018] The fiber density of the water-decomposable non-woven fabric is preferably 0.3 g/cm 3 or less. 
[001 SI In such a relatively bulky non-woven fabric having a tow fiber density, a water soluble resin easily intrudes 
between fibers. Therefore, If a solution of a water soluble rain at a low viscosity Is added by use of a spray as in the prior 
art, the water soluble resin comes Into the inner portion of the non-woven fabric, so that It is difficult to improve only the 

20 surface strength of the non-woven fabric. In the Invention, on the other band, because the solution of the water soluble 
resin at a relatively high viscosity is coated on the surface, on one side or each side of the non-woven fabric, the water 
soluble resin can be maintained In the surface layer of the non-woven fabric to a desired degree. As a result, according 
to the invention, even in such a bulky non-woven fabric having a low fiber density, the surface strength can be improved. 
That is, the invention is suitable for a cleaning article comprising such a relatively bulky non-woven fabric having a low 

25 fiber density. 

[0020] The avenge fiber length of fibers constituting the water-decomposable non-woven fabric Is preferably 1 0 mm 
or less and, more preferably, 7 mm or less. 

[0021] By the use of the fibers having such a short fiber length for the non-woven fabric when the cleaning article 
is flushed In a flushing toilet the fibers are easily dlspersfole, thereby improving the water decomposabliity of the clean- 
so ing article. In addition, since the surface strength of the non-woven fabric is improved by the water soluble resin, these 
short fibers is prevented from dropping off from the surface of the non-woven fabric 

[0022] The amount of coating of the water soluble resin is preferably from 0.5 g to 30 g based on 1 00 g of the fibers 
forming the waxer-decomposable non-woven fabric. Here, the coating amount of the water soluble resin is measured 
after drying the solution. If the coating amount is less than the lower limit described above, the surface strength of the 
ss non-woven fabric can not be improved sufficiently. On the other hand, when the coaling mount exceeds the upper limit 
the softness of the non-woven fabric is decreased. 

[0023] The cieani ng article of the invention preferably has such a softness in a dry state that the B value (which indi- 
cates the bending rigidity) of the cleaning article in a dry state as measured according to a KES bending test Is from 
0.05 or more to 1 .0 or less. In the invention, used is the bulky non-woven fabric of a low density and therefore, the rigidity 
4o is not excessive and the softness is excellent. In addition, even for such bulky non-woven fabric of a low density, 
because the solution of the water soluble resin at a high viscosity is coated on the surface of the non-woven fabric 
thereby forming the water soluble resin-contalning surface layer, the rigidity (B value) of 0.05 or more as described 
above can be attained. 

[0024] When the cleaning article of the invention Is prepared for use in a wet (moistened) state, an insolublfizlng 
45 agent for the water soluble resin is preferably added. This can maintain the wet (moistened) strength of the cleaning 
article at a high level. However, the cleaning article of the invention may be used in a dry state as it is. 
[0025] In such a wet state, the cleaning article of the invention preferably has such a softness that the B value 
(which indicates the bending rigidity) of the cleaning article in a wet state as measured according to a KES bending test 
Is 0.03 or more. In this case, the upper limit is preferably 0.1 or less. 
» [0026] Further, when the water soluble resin is coated only on one side. It is prefened that the water soluble resin 
is coated on a surface of the water-decomposable non-woven fabric to be contacted by a drying drum for drying the 
water-decomposable non-woven fabric in a manufacturing process thereof. Because the surface becomes relatively 
smooth after In contact with the drying drum, the solution of the water soluble resin, when coated, less Intrudes Into the 
non-woven fabric 

55 [0027] In the cleaning article of the invention, the water soluble resin is coated on a surface to be used as a cleaning 
surface. 

[0028] The present invention also provides a method of manufacturing a cleaning article comprising: 
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a step of subjecting a fiber web containing water dbpersible fibers to a water jetting treatment thereby forming a 
water-decomposable non-woven fabric, 

a step of drying the water-decomposable non-woven fabric after the water jetting treatment, 
a step of coating a solution of a water soluble resin with a viscosity ranging from 1 ,000 cps to 100,000 cps {prefer- 
5 ably, 5,000 cps to 70,000 cps, and more preferably, 10,000 cps to 70,000 cps) on at least one side of the water- 
decomposable non-woven fabric after drying, and 
a step of drying the coated solution of the water soluble resin. 

[0029] In the method described above, it Is preferred that the water-decomposable non-woven fabric after the water 
io jetting treatment Is dried by using a drying drum, and the solution of the water soluble resin is coated to the water- 
decomposable non-woven fabric after drying on a surface contacted by the drying drum. 

Fig. 1 (A) is an enlarged fragmentary cross sectional view of a cleaning article of the invention In which a water sol- 
uble resin is coated on one side of a water-decomposable non-woven fabric; 
is Fig, 1 (B) is an enlarged fragmentary cross sectional view of a cleaning article of the invention In which a water sol- 
uble resin is coated on both sides of a water-decomposable non-woven fabric; 

Fig. 2 is an enlarged fragmentary plan view showing a water-decomposable non-woven fabric constituting the 
cleaning article of the invention; 

Fig. 3 is an explanatory view showing one example of a step for coating a water soluble resin on one side of a 
X water-decomposable non-woven fabric; 

Fig. 4 is an explanatory view showing another example of a step for coating a water soluble resin on one side of a 
water-decomposable non-woven fabric; 

Fig. 5 is an explanatory view showing one example of a step for coating a water soluble resin on both sides of a 
water-decomposable non-woven fabric; 
as Fig. 6 is an explanatory view showing another example of a step for coating a water soluble resin on both sides of 
a water-decomposable non-woven fabric; and 

Fig. 7 is an explanatory view showing still another example of a step for coating a water soluble resin on both sides 
of a water-decomposable non-woven fabric. 

30 [0030] Fig. 1 (A) is an enlarged fragmentary cross sectional view of a cleaning article in which a water soluble resin 
is coated on one side of a water-decomposable non-woven fabric and Fig. 1 (B) is an enlarged fragmentary cross sec- 
tional view of a cleaning article in which a water soluble resin is coated on both sides of a water-decomposable non- 
woven fabric. 

[0031] In a cleaning article 1 shown In Fig. 1 (A), a water soluble resin Is coated by use of a coaler on one surface 
35 3 of a water-decomposable non-woven fabric 2, which is formed by subjecting a fiber web of water disperslble fibers to 
a water jetting treatment so that the fibers are entangled under a water stream to some extent. As a result, there is 
formed a surface layer 5 of fibers adhered with the water soluble resin on their surfaces (hereinafter, referred to as water 
soluble resin layer 5) as shown In Fig. 1 (A). Here, the surface 3 to be coated is a surface subjected to the water jetting 
and contacted with a drying drum after the water jetting and therefore, It is relativety flat compared with another surface 
40 4. 

[0032] The strength of the relatively flat surface 3 is improved by the water soluble resin. When the surface 3 is used 
as a cleaning surface, therefore, dropping or fluffing of fibers less occurs or the surface is less broken during wiping. 
[0033] In a cleaning article 6 shown in Rg. 1 (B), the same water-decomposable non-woven fabric 2 as that shown 
in Fig. 1 (A) is used, but the water soluble' resin is coated by use of a coater on both surfaces 3 and 4 of the non-woven 
45 fabric 2 to form water soluble resin layers 5 and 5. 

[0034] In the cleaning article 6 shown in Rg. 1 (B). the surface strength is improved on both surfaces 3 and 4 of the 
water-decomposable non-woven fabric 2 with the water soluble resin layers 5 and 5. Therefore, both surfaces of the 
cleaning article 6 are suitable for use as cleaning surfaces. 

[0035] Rg. 2 Is an enlarged fragmentary plan view of the water-decomposable non-woven fabric 2. 

so [0036] As shown In Rg. 2. the water-decomposable non-woven fabric 2 prepared by subjecting a fiber web to a 
water jetting treatment Includes a fiber assembly 7 of a high fiber density extending in the machine direction (MD), a 
fiber assembly 8 of a high fiber density extending in the cross direction (CD) perpendicular to MD and a region 9 of a 
tow fiber density surrounded with the assembly 7 and the assembly 8. The formation of the assemblies 7 and 8 and the 
region 9 may be controlled by adjusting water jetting pressure or the like. The region 9 is an area from which many fibers 

55 are removed by water jetting. The water-decomposable non-woven fabric 2 is made relatively bulky to have a density 
(average density of the entire non-woven fabric) of 0.3 g/cm 3 or less. 

[0037] At least in the fiber assembly 7, the water soluble resin coated is present In a greater mount in the surface 
portion than in the Inner portion. In the fiber assembly 8, also, It Is preferred that the water soluble resin coated is 
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present in a greater amount In the surface portion than in the inner portion. However, in the region 9 of a tow fiber den- 
sity, the water soluble resin may be impregnated relatively uniformly. 

[0030] As described above, since the water soluble resin is present more in the surface portion (surface layer) than 
In the inner portion, at least in the fiber assembly 7, the surface strength can be improved on the surface 3 or on both 

5 the surfaces 3 and 4 of the water-decomposable non-woven fabric 2. 

[0039] The non-woven fabric 2 which is bulky and shaped as shown in Fig. 2 is easily decomposable in water since 
the strength at break upon wet state of the non-woven fabric is less than 1 00 g/25 mm (strength at break before forma- 
tion of the water soluble resin layer 5). However, since the water soluble resin layer 5 is present on the surface 3 or on 
the surfaces 3 and 4 as described above, the strength (wet strength) upon wiping operation can be increased in a state 

id where the water soluble resin of the layer 5 is not dissolved with water. 

[0040] Further, in the cleaning article 1 or 6 of the Invention, the surface strength is reinforced with the water soluble 
resin layer 5 but the non-woven fabric 2 itself Is soft because the entire non-woven fabric 2 is of tow density and bulky. 
Therefore, cleaning article 1 or 6 of the invention is bulky and has a soft feeling. 

[0041] The softness of the cleaning article 1 or 6 of the invention in a dry state is preferably such that the B value 
is measured according to the KES bending test (bending rigidity) is 0.05 or more and 1 .0 or less. When the solution of the 
water soluble resin at a high viscosity is coated on the surface of the non-woven fabric, the rigidity of 0.05 or more as 
described above can be obtained even for the bulky non-woven fabric of low density, and the entire portion is soft 
[0042] Further, for the softness in the wet state, it is preferred that the B value as measured according the KES 
bending test (bending rigidity) is 0.03 or more and 0.1 or less. 
20 [0043] Further, the amount of coating the water soluble resin (in a dried state) Is preferably front 0.5 g to 30 g based 
on 100 g of the fibers of the water-decomposabie non-woven fabric. If the coating amount is less than the lower limit, 
the surface strength of the non-woven fabric can not be Improved. On the contrary, if the amount exceeds the upper 
limit, the softness of the non-woven fabric is deteriorated. 

[0044] Fibers used for constituting the water-decomposable non-woven fabric 2 for the cleaning article 1 or 6 
25 according to the invention are those having high water dlspersibinty (Le.. water disperslble fibers). The water dispersl- 
blilty referred to herein has the same meaning as the water decomposability, which is a property of being divided finely 
in contact with a great amount of water (fibers are disintegrated from each other). A cleaning article prepared by man- 
ufacturing a non^woven fabric using such fibers and, further, coating the water soluble resin on the surface has a high 
strength, particularly, on the surface upon wiping operation and, when the article is in contact with a great amount of 
30 water, the water soluble resin as a binder is dissolved to disengage the bonds between the fibers so that the fibers are 
disintegrated from each other. 

[0045] In the Invention, chemical fibers and/or natural fibers can be used. The chemical fibers include, for example, 
regenerated fibers of rayon, acetate, etc.; synthetic fibers of polypropylene, etc The natural fibers include, for example, 
those from wood pulp such as soft wood pulp, hard wood pulp, etc.; and also those from Manila hemp, [inter pulp, bam- 
as boo pulp, kenafu, etc. Further, the fibers mentioned above may be used as the main ingredient while being incorporated 
with other fibers such as natural fibers from cotton, etc; synthetic fibers of polypropylene, polyvinyl alcohol, polyester, 
polyacrylonitrile, nylon, etc; synthetic pulp of polyethylene, etc; Inorganic fibers; etc. 

[0046] Among the fibers described above, preferred is rayon as regenerated fibers. Rayon Is well disperslble in 
water and is also biodegradable. 

40 [0047] In this case, It is further preferred that soft wood pulp as natural fibers is blended with rayon. This is because 
soft wood pulp has excellent water oTspersibinty. The average fiber length of the soft wood pulp is as short as from 1 .0 
mm to 4.5 mm and therefore, the soft wood pulp functions as a disintegrating agent in contact with a great amount of 
water so that the water-decomposable non-woven fabric can be easily disintegrated. The pulp preferably has CSF 
(measured value by Canadian Standard Freeness: JIS P 8121) of from 400 cc to 750 cc. When pulp with CFS of less 

45 than 400 cc, that is, highly beaten pulp is used, feeling of the non-woven fabric is worsened. It is more preferably from 
500 cc to 750 cc. Further, as the soft wood pulp, bleached soft wood Kraft pulp is generally used. 
[0048] It is preferred that the fiber length of fibers such as rayon and natural fiber constituting the fiber web is pref- 
erably 10 mm or less. When the fiber length is 10 mm or less, the fibers are not entangled much to increase no entan- 
gled portions of fibers or the fibers are entangled properly upon applying the water jetting treatment to the fiber web, so 

so that the water decomposability is Improved. There is no particular restriction for the lower limit of the fiber length, but 
further shorter fiber length may also be adopted so long as the fibrous sheet can be formed. That Is, in the water- 
decomposable non^woven fabric constituting the cleaning article of the invention, the average fiber length for each of 
different fibers is preferably 10 mm or less and, more preferably, 7 mm or less. 

[0049] Even in a case of forming the water-decomposable non-woven fabric with fibers of such a short fiber length, 
55 dropping of the fibers at the surface can be prevented because the surface of the non-woven fabric is formed with the 
water soluble resin layer 5. 

[0050] The water-decomposable non -woven fabric 2 constituting the cleaning article of the Invention preferably has 
a basis weight (this may be referred to as "METSUKE") for the libers of from 20 to 100 g/m 2 . If the basis weight is less 
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than the lower limit, no required strength as the cleaning article can be obtained. If the basis weight is more than the 
upper limit, the softness is poor and the libers are less dispereible in water to deteriorate the water decomposability. In 
the cleaning article of the invention, the more preferred basis weight for the fibers Is from 30 to 80 g/m 2 in view of the 
strength of the sheet, dirt wiping effect and soft feeling upon touching. 
5 [0051] Any of water soluble polymers having a binder effect of securing fibers to each other may be used for the 
water soluble resin. A water soluble polymer having a btodegradabitity is preferable while considering flushing of the 
cleaning article into a flushing toilet The water soluble polymer described above is coated in a state being dissolved in 
water to the non-woven fabric 2. Examples of the water soluble polymer include a natural polymer, a semi-synthetic pol- 
ymer and a synthetic polymer. 

to [0052] As the natural polymer, one or two or more materials selected from locust bean gum, gum arable, starch, 
gelatin, casein and guar gum can be used. 

[0053] As the semi-synthetic polymer, one or two or more materials selected from alkyl cellulose, hydroxyethyl cel- 
lulose, carboxymethyl cellulose, ethyl hydroxyethyl cellulose, methylhydroxypropyl cellulose, soluble starch, carboxyme- 
thyl starch, alginate and methyl starch can be used. The alkyl cellulose ts a compound in which hydroxy! groups in the 
15 cyclic glucose unit of cellulose are substituted with alkyl groups. The alkyl cellulose can Include, for example, methyl 
cellulose, ethyl cellulose and benzyl cellulose. Among them, methyl cellulose is particularly preferred in view of the good 
water decomposabinty and the strength. , 

[0054] As the synthetic polymer, polyvinyl alcohol and/or modified polyvinyl alcohol can be used. The modified pol- 
yvinyl alcohol is a vinyl alcoholic polymer containing a predetermined amount of sulfonic groups or carboxyl groups. 

20 [0055] ' In addition, copolymers of pofymerlzable acid anhydride compounds with other compounds can also be 
used for improving the effect of the water soluble polymer. They may also be used as the water soluble resin having 
substantially the same function as the water soluble polymer. For example, they include compounds obtained by oopo- 
lymerization of maldc anhydride or fumarlc anhydride as the acid anhydride, with methyl methacrylate, methyl acrylate, 
ethyl acrylate, ethyl methacrylate or butyl methacrylate. In the case where the cleaning article is used directly to human 

25 skins, for example, the copolymer is preferably selected from (meth)acryilc acid-malelc acid resin, (meth)acryllc acid- 
fumaric acid resin, vinyl acetate-malelc add resin, rosin modified fu marie acid resin, methyl vinyl ether-malelc acid 
resin, a-olefin-malcic acid resin, a-olefln fumarlc acid resin, isobutylene malelc acid resin and pentene-malelc acid 
resin. In the case where the cleaning article Is not used directly to human skins, other copolymers, for example, urea 
formalin resin, resins containing hydroxyl groups such as methylol melamine resin, organic compounds having two or 

so more hydroxyl groups such as glyoxal or tunnic acid and epoxy pofyamide series resins can be used. Among the copol- 
ymers, (meth)acryDc acid (ester) malelc acid copolymer and/or (meth)acryQc acid (ester) fumarlc acid copolymer are 
preferred since they are highly safe and improve the wet strength of the deaning article. These copolymers are prefer- 
ably used after partially saponifying them under the effect of an alkali metal hydroxide such as sodium hydroxide or 
potassium hydroxide into sodium carboxyl ales. The degree of saponification is preferably from 0.1 to 1.0. Since adja- 

35 cent carboxy lie add groups are formed into salts, partially saponified copolymers are more water soluble. They are pref- 
erably used together with the aforementioned water soluble polymer such as alkyl cellulose. 

[0056] The water soluble resin or the water soluble resin and the copolymer of the polymerlzable acid anhydride 
compound with other compound are dissolved into an aqueous solution such that the viscosity is at 1,000 cps to 
1 00,000 cps (preferably, 5.000 cps to 70,000 cps, more preferably, 1 0,000 cps to 70,000 cps), and the solution is coated 
40 on the surface 3 of the water-decomposable non-woven fabric 2. The viscosity changes depending on the concentration 
contained in the aqueous solution. 

[0057] The water-decomposable non-woven fabric 2 which is coated with the solution of the water soluble resin on 
the surface and then dried preferably has a strength of 250 g/25 mm or more for both MD and CD when It subsequently 
contains water to a wet state. That is, the cleaning article of the invention preferably has a wet strength of 250 g/25 mm 
45 or more for both MD and CD. However, even when the non-woven fabric has a wet strength lower than the aimed wet 
strength, the wet strength of the non-woven fabric can be increased by further incorporating an electrolyte as an insd- 
ubilizing agent 

[0058] For the electrolyte as the insolubl llzing agent, either one or both of an organic salt and an inorganic salt can 
be used. The Inorganic salt includes, for example, sodium sulfate, potassium sulfate, zinc sulfate, zinc nitrate, potas- 

50 slum alum, sodium chloride, aluminium sulfate, magnesium sulfate, potassium chloride, sodium carbonate, sodium 
hydrogencarbonate, ammonium carbonate, etc.; and the organic salt includes, for example, sodium pyrralldone-carbox- 
ylate, sodium citrate, potassium citrate, sodium tartrate, potassium tartrate, sodium lactate, sodium succinate, calcium 
pantothenate, calcium lactate, sodium laurylsulfate, etc. When carbxymethy) cellulose is used as the water soluble 
resin, a bivalent salt is preferred for improving the strength of the water-decomposable non-woven fabric. On the other 

55 hand, when alkyl cellulose is used for the water soluble resin, a monovalent salt is preferred. When polyvinyl alcohol or 
modified polyvinyl alcohol is used as the water soluble resin, a monovalent salt is also preferable for use. 
[0059] The electrolyte may be added to the water-decomposable non-woven fabric such that the electrolyte is dis- 
solved into water and the aqueous solution is then Impregnated into the non-woven fabric. Accordingly, the electrolyte 
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is preferably water soluble. In this case, the concentration of the electrolyte in the aqueous solution to be impregnated 
into the water-decomposable non-woven fabric 2 is preferably from 0.5 % to 10 % by weight It is more preferably from 
1 .0 % to 5.0 % by weight. The aqueous solution containing the electrolyte dissolved therein is impregnated, preferably, 
by 200 g to 350 g based on 100 g of the water-decomposable non-woven fabric. As the content of the electrolyte 

5 increases, the strength of the water-decomposable non-woven fabric increases. The aqueous solution can be impreg- 
nated into the water-decomposable non-woven fabric by a method of immersion or spraying. 
[0080] Further, in a case of coating the aforementioned copolymer of the poiymerizable acid anhydride compound 
with other compound, an amino acid derivative is preferably incorporated. The amino acid derivative is dissolved in 
water together with the electrolyte and impregnated Into the water-decomposable non-woven fabric The amino acid 

w derivative is a compound produced from an amino acid, by subjecting the amino acid to acylation, dehydration and con- 
densation, esterification, neutralization of fatty acid, or polymerization. For example, the amino acid derivative includes 
trlmethyl glycine as an N-trialkyl- substituted glutamic acid; DL-pyrrolidone carboxyltc acid, DL-pyrroRdone sodium car- 
boxylate, and DL-pyrrolidone carboxylate triethanolamlne, which are produced by subjecting glutamic acid to dehydra- 
tion and condensation; N -coconut oil fatty acid acyi L-arginine ethyl • DL-pyrrolidone carbonic acid produced by 

15 acylation and esterification of argtnine, and poty (sodium aspartate) produced by polymerizing aspartic acid. Among 
them, trlmethyl glycine is particularly preferable because of its great safety profile and the increased wet strength of the 
resulting cleaning article. * 

[0061] As described above, according to the invention, a water-decomposable non-woven fabric having a wet 
strength (MD or CD) of 250 g/25 mm or more can be obtained by coating the water soluble resin on the surface of the 
so non-woven fabric and incorporating the electrolyte. 

[0062] Further; the degree of water decomposablDty of the resulting water-decomposable non-woven fabric is pref- 
erably 120 sec or less and, more preferably, 100 sec or less. 

[0063] Fig. 3 and Fig. 4 are explanatory views, each showing a production process of the cleaning article 1 of Fig. 
1 (A) In which the water soluble resin is coated only on one side. 

25 [0064] In the process shown in Ftg. 3, the water-decomposable non-woven fabric 2 formed by a water jetting treat- 
ment is dried by a drying drum 1 1 after the water jetting treatment The non-woven fabric 2 is brought into contact at 
the surface thereof applied with the water jetting, with the drying drum 1 1 and dried. After the drying step by the drying 
drum 1 1 , a coater 1 2 is brought into contact with the surface of the water-decomposable non-woven fabric 2 that was 
in contact with the drying drum 1 1 . The coater 12 has a sOt formed on its surface and the solution of the water soluble 

30 resin is delivered from a tank 21 by way of a pump 22 and then coated by the coater 1 2 to the surface (i.e., surface 3 in 
Fig. 1 (A)), on one side of the water-decomposable non-woven fabric 2 

[0065] The water-decomposable non-woven fabric 2 coated with the solution of the water soluble resin is then 
brought into contact at the coated surface thereof, with a drying drum 13, and the solution of the water soluble resin is 
dried and then the dried product is taken up as the cleaning article 1 of the invention in which the water soluble resin 

35 layer (i.e., water soluble resin layer 5 in Rg. 1 (A)) is formed as a surface layer. 

[0066] In the process shown In Fig. 4, the water-decomposable non-woven fabric 2 formed by the water jetting 
treatment is dried by the drying drum 11, coated with the solution of the water soluble resin on one side by the coater 
12 and then supplied to a hot blow drier 1 4, in which the water soluble resin is dried and then the dried product is taken 
up as the cleaning article 1 of the invention. 

40 [0067] Then, Fig. 5 to Fig. 7 are explanatory views, each showing a production process of the cleaning article 6 of 
Fig. 1 (B) in which the solution of the water soluble resin is coated on both sides of the water-decomposable non-woven 
fabric 2. 

[0068] The solution of the water soluble resin may be coated on both sides of the water-decomposable non-woven 
fabric 2 by repeating the process shown in Fig. 3 or Fig. 4. However, the solution of the water soluble resin can be 
45 coated easily on both sides of the water-decomposable non-woven fabric 2 in a short period of time by using the proc- 
ess shown in Rg. 5. Rg. 6 or Rg. 7. 

[0069] In the process shown in Rg. 5, after the water-decomposable non-woven fabric 2 formed by a water jet treat- 
ment Is dried by a drying drum 1 1 , coaters 12,12 are applied respectively one to each side of the water-decomposabie 
non-woven fabric 2, and the solution of the water soluble resin delivered from pumps 22, 22 is coated on both sides of 

50 the water-decomposable non-woven fabric 2. The water-decomposable non-woven fabric 2 after the coating is brought 
into contact with a drying drum 13, by which the water soluble resin at the surface on one side thereof is dried. By dis- 
posing an auxiliary hot blow drier (auxiliary drier) 15 to the periphery of the drying drum 13, the water soluble resin at 
the surface on the side opposite to that contacted with the drying drum 13 is dried. Then, the resulting dried product is 
taken up as the cleaning article 6. 

55 [0070] In the process shown in Rg. 6, the solution of the water soluble resin is coated by a coater 12 on one side 
of the water-decomposable non-woven fabric 2 after the drying step by a drying drum 1 1 . Then, the surface coated with 
the solution of the water soluble resin is brought into contact with a succeeding drying drum 13 and the water soluble 
resin is dried. Subsequently, the solution of the water soluble resin is coated again on the other surface (opposite sur- 
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face) of the water-decomposable non-woven fabric 2 by another coater 12 and the opposite surface coated immediately 
before is brought into contact with a succeeding drying drum 16, by which the water soluble resin on the opposite sur- 
face is dried. Then, the resulting dried product is taken up as the cleaning article 6. 

[0071] The process shown in Rg. 7 is similar to thai shown in Fig. 4. In this process, after the water-decomposable 

5 non-woven fabric 2 formed by a water jet treatment is dried by a drying drum 1 1 , the solution of the water soluble resin 
is coated on both sides of the water-decomposable non-woven fabric 2 by coater 12, 12. Subsequently, the non-woven 
fabric 2 is sent to a hot blow drier 1 4 and the water soluble resin coated on both sides of the non-woven fabric 2 is dried. 
[0072] The invention is described In more detail with reference to the following Examples, which, however, are not 
intended to restrict the scope of the invention. (Blank) 

io [0073] As raw material fibers, 50% by weight of bleached soft-wood kraft pulp (NBKP) (Canadian Standard Free- 
ness, CSF - 740 ml) and 50% by weight of rayon libers (manufactured by Toho Rayon Co.) having a fineness of 1.5 
denier and a fiber length of 5 mm were used. They were processed at 0.2% concentration by a laboratory hand-paper- 
making machine to form a fiber web on a plastic wire. The fiber web has a size of 25 cm x 25 cm and a basis weight of 
40 g/m 2 . Without being dried but still on the plastic wire, the resulting fiber web was put on a transfer conveyor. While 

15 being moved at a speed of 30 m/min, the fiber web was subjected to a water-jetting treatment, whereby the fibers con- 
stituting It were entangled. The high-pressure water-jetting device used for the treatment was equipped with 2000 noz- 
zles/meter each having an orifice diameter of 95 microns, at intervals of 0.5 mm between the adjacent nozzles, and the 
pressure of the jetting water stream applied to the web was 30 kg/cm 2 . In that condition, jetting water was applied to 
one surface of the web so that It passes through its back surface. The processing speed was 30 m/min. The water-jet- 

so ting treatment was repeated once again under the same condition. Then, the fiber web was dried by using a drying 
drum to obtain a water-decomposable non-woven fabric 2. 

(Example 1) 

zs [0074] A water soluble resin was coated on one side of the water-decomposable non-woven fabric 2 for the blank 
described above by using a coater. The coated water soluble resin was alky! cellulose and (meth)acrylic acid (ester) 
maleic acid copolymer dissolved in purified water. The concentration of the atkyl cellulose and (meth)acryBc acid (ester) 
maleic acid copolymer in purified water was 7.5 % by weight and the mixing ratio of the alkyl cellulose and (meth)acrylic 
acid (ester) maleic acid copolymer was 5:1 . The solution was used at a viscosity controlled to 30,000 cps and the coat- 

30 ing amount only on one side of the non-woven fabric was 3.0 g/m 2 being converted as the water soluble resin in the dry 
state. 

(Example 2) 

ss [0075] The same water soluble resin as In Example 1 was coated on both sides of the non-woven fabric 2 for the 
blank described above by using a coater. The amount of coating was 1.5 g/m 2 for each side of the non-woven fabric 
and, thus, 3.0 g/m 2 for the total of both sides. 

(Comparative Example 1) 

40 

[0076] The same water soluble resin as in Example 1 at a viscosity controlled to 300 cps was impregnated by 3.0 
g/m 2 to the blank described above. 

(Comparative Example 2) 

45 

[0077] The same water soluble resin as in Example 1 at a viscosity controlled to 300 cps was blown by spraying 
from one side at 3.0 g/m 2 to the blank described above. 

(Chemical solution impregnated state) 

so 

[0078] Products of the blank. Example 1 , Example 2, Comparative Example 1 and Comparative Example 2 were 
each impregnated with a chemical solution for test in a chemical solution impregnated state. 
[0079] The chemical solution was impregnated by 250 g based on 100 g of the water-decomposable non-woven 
fabric by using a spray. The composition of the chemical solution was; sodium sulfate anhydride: trimethyl glycine: pre- 
ss pylene glycol: purified water - 4 : 4 : 10 : 82 by weight ratio. 



8 



EP 1 046 747 A1 



(Test) 



to 



1S 



20 



(1) Surface strength 

[0080] The number of cycles till rounded fluffing occurred on the surface of the non-woven fabric (In a dry state) or 
breakage was caused on the surface of the non-woven fabric (in a chemical solution impregnated state) was measured 
according to J IS P 81 36 by using a friction fastness tester. 

(2) Softness 

[0081] The bending rigidity for the characteristic item B was measured by using a KES tester (manufactured by 
Kato Tech Co.). In the KES test, the bending rigidity is higher as the B value is higher. 

(3) Water decomposabirrty 

[0082] The test for the water decomposablilty was conducted based on a test for the looseness of toilet paper 
according to JIS P 4501. Referring specifically, a piece of the water-decomposable non-woven fabric cut into 10 cm 
length and 10 cm width was placed In a 300 ml volume beaker containing 300 ml of ton exchanged water and stirred by 
using a rotor. The number of rotation was 600 rpm. The condition of the test piece being dispersed in water was mac- 
roscoplcally observed, and the time until the test piece was finely dispersed was measured (unit sec). 
[0083] The surface strength, softness and water decomposablilty were measured both in the dry state and the 
chemical solution impregnated state for each of the blank. Example 1, Example 2, Comparative Example 1 and Com- 
parative Example 2 respectively. The results are shown in the following Table 1 . 



Table 1 









Blank 


Example 


Comp. Example 










1 


2 


1 


2 




Coating 
condition 


Coating 
method 


Not coated 


Coated on 
one side 


Coated on 
both sides 


Impregnat 
ion coating 


spray coat- 
ing 


Resin vis- 
cosity 


(cps) 


none 


30000 


30000 


300 


300 


Coating 
amount 


(g/cm 2 ) 


none 


3.0 


3.0 (1 .5:one 
side) 


3.0 


3.0 


Dry state 


Surface 
strength 


cycles of fric- 
tion 


7 


50 or. more 


50 or more 


38 


25 


Softness 
(KES) 


Bending 
test, B value 


0.0278 


0.0752 


0.913 


0.124 


0.998 


Water 
decomposa 
bility 


sec 


15 


27 


32 


30 


30 


Chemical 
solution 
impregnat 
ed state 


Surface 
strength 


cycles of fric- 
tion 


1 


24 


16 


9 


7 


Softness 
(KES) 


Bending 
test, B value 


0.0233 


0.0431 


0.0512 


0.0924 


0.0754 


Water 
decomposa 
bility 


sec 


8 


30 


35 


35 


31 



30 



35 



40 



45 



[0084] As can be seen from the Table above, the products obtained by practicing the invention, although being 
bulky and of tow density, have higher surface strength compared with Comparative Examples 1 and 2. In addition, the 
softness was comparable with Comparative Examples 1 and 2 and, further, the water decomposablilty was also favo- 
rable. 
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[0085] As has been described above, the water-decomposable cleaning article according to trie invention has 
higher surface strength, excellent softness and favorable water decomposabinty compared with existent articles. 
[0086] While the invention has been described in detail and with reference to specific embodiments thereof, it will 
be apparent to one skilled in the art that various changes and modifications can be made therein without departing from 
5 the spirit and scope thereof. 

Claims 

1. A cleaning article comprising a water-decomposable non-woven fabric containing water dlsperslble fibers and a 
io water soluble resin coated on at least one side of the water-decomposable non-woven fabric wherein the water sol- 
uble resin is contained more in a surface portion of a fiber assembly than fn a remaining portion of the fiber assem- 
bly. 

2. A cleaning article as defined in claim 1 , wherein the water soluble resin is coated on the water-decomposable non- 
75 woven fabric at a viscosity ranging from 1 ,000 cps to 1 00,000 cps In the state of a solution. 

3. A cleaning article as defined in claim 1 , wherein the fiber density of the water-decomposable non-woven fabric as 
measured according to J IS P 81 18 Is 0.3 g/cm 3 or less. 

20 4. A cleaning article as defined in claim 1 , wherein the average fiber length of the fibers forming the water-decompos- 
able non-woven fabric is 10 mm or less. 

5. A cleaning article as defined in claim 1 , wherein the coating amount of the water soluble resin is from 0.5 to 30 g 
based on 100 g of the fibers forming the water-decomposable non-woven fabric 

25 

6. A cleaning article as defined In claim 1, wherein the B value of the cleaning article in a dry state as measured 
according to a KES bending test Is from 0.05 or more to 1 .0 or less. 

7. A cleaning article as defined in claim 1 , which contains an insolubillzlng agent for preventing the water soluble resin 
so from being dissolved when the cleaning article is in a wet state. 

8. A cleaning article as defined in claim 7, wherein the B value of the cleaning article In a wet state as measured 
according to a KES bending test is from 0.03 or more to 0.1 or less. 

as 9. A cleaning article as defined in claim 1 . wherein when the water soluble resin Is coated on only one side, the water 
soluble resin is coated on a surface of the water-decomposable non-woven fabric to be contacted by a drying drum 
for drying the water-decomposable non-woven fabric in a manufacturing process thereof. 

10. A method of manufacturing a cleaning article comprising: 

40 

a step of subjecting a fiber web containing water dispersible fibers to a water jetting treatment thereby forming 
a water-decomposable non-woven fabric, 

a step of drying the water-decomposable non-woven fabric after the water jetting treatment, 
a step of coating a solution of a water soluble resin with a viscosity ranging from 1,000 cps to 100,000 cps on 
45 at least one side of the water-decomposable non-woven fabric after drying, and 

a step of drying the coated solution of the water soluble resin. 

11. A method of manufacturing a cleaning article as defined in claim 10, wherein the water-decomposable non-woven 
fabric after the water jetting treatment is dried by using a drying drum, and the solution of the water soluble resin is 

so coated to the water-decomposable norv woven fabric after drying on a surface contacted by the drying drum. 
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